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(S) Diaphragm-edge integral moldings for speakers, acoustic transducers comprising same and method 
for fabricating same. 

@ A diaphragm for speakers comprises a self-support shaped body including a tightly woven synthetic 
polymer fiber doth substrate which has, at least a diaphragm portion and edge portton shaped 
integrally with and extending from the diaphragm portion. The diaphragm portion of the doth substrate 
had a polymer resin at least partially impregnated therein and the edge portion has a relatively flexible 
polymer material at least partially impregnated therein so that the edge portion is lower in stiffness than 
the diaphragm portion. The stiffness difference between the diaphragm and edge portions may t>e 
created by using one type of thermoplastic resin which is applied to the diaphragm and edge pc»rtions in 
different amounts. 

The diaphragm-edge integral molding is fabricated by applying the respective types of polymers to 
the diaphragm and edge portions of the doth substrate and subjecting the applied substrate to hot 
pressing in a mold capable of forming the integral molding. When applied as dynamic speakers, the 
integral molding exhibits a broad firequency band, low distortion rates and high sound quality. 
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This invention relates to diaphragms for speakers or acxHJStic transducers and more particularly, to inte- 
grally molded diaphragm- edge articles which are adapted for use In acoustic output apparatus. The invention 
also relates to methcxls for fabricating the diaphragnvedge integral moldings and to acoustic transducers com- 
prising the same. 

As is well known in audio and allied industries, digitalizatlon of reproduction music sources has advanced 
materially. This makes a great demand for speakers, which are higher in sound quality than conventional coun- 
terparts, for use in acoustic output apparatus. 

One of physical properties required for the diaphragm of speakers is stiffness of diaphragm material. The 
improvement of the stiffness contributes to suppressing partial vibrations such as surface resonance and re- 
ducing distortion rates, ensuring reproduction of higher frequency components. The physical characteristics 
required for materials for the edge portion include flexibility, by which distortions with the diaphragm are sup- 
pressed, enabling reproduction of lower frequency components. In order to satisfy both requirements, usual 
practice is to use a structure which makes use of different types of materials for both diaphragm and edge or 
surround portions. For instance, with microspeakers having a diameter of not larger than 40 mm, it is usual 
from the standpoint of their structural arrangement and fabrication cost to integrally mold diaphragm and edge 
portions from a single nnaterial such as a film of polyethylene terephthalate resin (PET) or polycarbonate (PC). 
However, the integral molding from such a single material is disadvantageous In that if the stiffness of the dia- 
phragm is increased in order to improve a high-band threshold frequency, fh, the edge increases in stiffness, 
so that a minimum resonance frequency, fo, is simultaneously shifted toward a higher frequency band. On the 
contrary, when the stiffness of the edge is decreased in order to decrease the value of fo, the stiffness of the 
diaphragm is lowered with fh being shifted toward a lower frequency band. More particularly, it is not possible 
to satisfy the requirements for both diaphragm and edge, which are contrary to each other, in order to realize 
bnDad band frequency characteristics, thus resulting In narrow band frequency characteristics. In addition, lim- 
itation is placed on the inherent movements of the edge and the diaphragm of speaker as will be required by 
application of reproduction signals, generating an excessive distortion. Hence, it has been difficult to stably 
reproduce HIFi audio sound from compact disks and PCM sound sources in a frequency band of from 20 to 
20,000 Hz. 

Moreover, with speakers having a larger diameter and making use of different types of materials for the 
diaphragm and edge, respecth^ely, the Integral molding of diaphragm-edge has not been generally employed 
because of the difficulty in establishing molding or shaping conditions of different types of materials and the 
complication of molding apparatus. At present, diaphragm and edge pieces are separately fabricated, after 
which both pieces are bonded together through a bonding step. This presents many problems such as a prob- 
lem of separation t>etween the once bonded pieces and a problem on bonding agents or adhesives from which 
volatile solvents undesirably evaporate. 

According to one embodiment of the Invention, there is provided a diaphragm for speakers which comprises 
a self-supporting, shaped body including a tightly woven synthetic polymer fiber cloth substrate which has, at 
least, a diaphragm portion and an edge portion shaped Integrally with and extending from the diaphragm por- 
tion wherein the diaphragm portion of the doth substrate has a polymer resin at least partially Impregnated 
therein to impart stiffness to the diaphragm portion and the edge portion has a polymer material which is flex- 
ible relative to the polymer resin and is at least partially impregnated therein so that the edge portion is lower 
in stiffness than the diaphragm portion. 

it is preferred that the diaphragm portion has stiffness sufficient to exhibit a high threshold frequency not 
less than 20,000 Hz. It is also preferred that the edge portion is flexible sufficient to provide a minimum res- 
onance frequency smaller than 400 Hz. 

In this embodiment, the polymers at least partially Impregnated in the diaphragm portion and the edge 
portion differ in type from each other in order to realize the characteristic properties required therefor, respec- 
tively. For the diaphragm portion, the polymer should be rigid In nature when solidified after hot pressing or 
thenmoforming press for obtaining the integral molding . On the other hand, the polymer used in the edge portion 
should be relatively flexible after solidification. 

The stiffness in the diaphragm portion may vary depending on the type of polymer resin used and the 
amount of a polymer being Impregnated in the diaphragm portion. The amount control of the polymer Is espe- 
cially useful when the integral molding Is applied for use in closed type speakers such as speaker units for 
telephone sets or headphones. This is because the stiffness of the diaphragm portion can be arbitrarily 
changed or controlled by proper control In amount of a polymer being applied, permitting a high-cut frequency 
to be set at a desired level. 

Thus, there may be provided integrally molded diaphragnvedge articles wherein a diaphragm portion is 
imparted with an intended degree of stiffness whereby when such a diaphragm is applied to a dosed speaker 
unit as used in telephone sets, a high-cut frequency can be set at an optional level. 
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Further, the stiffness may be mcreased by lamination of a reinforcing layer on the woven doth substrate 
through a thermoplastic polymer resin. The reinforcing layer may be made of the woven cloth used as the sub- 
strate. Alternatively, inorganic metal compounds or diamond may preferably be deposited as a thin film on one 
side of the diaphragm portion by vacuum deposition or other techniques. 

5 In addition, if it is desired to further improve acoustic and physical characteristics such as partial reso- 

nance, internal loss, stiffness, distortion rates, flatness and sound pressure, predetermined portions of the 
woven doth substrate should preferably be coated or impregnated with polymer resins or other agents. 

In the above embodiment of the invention, the materials used for impregnation in the diaphragm and edge 
portions have been stated as differing from each other in order to impart stiffness and flexibility to the respec- 

10 tive portions. The impartment may be performed by applying to the diaphragm and edge portions only one 
thermoplastic polymer resin in different amounts so that the diaphragm portion is higher in stiffness than the 
edge portion. This type of the integral molding is particularly suitable for use in a dosed type speaker which 
requires a high-cut frequency at a certain level as will be described hereinafter. In this case, in order to avoid 
a high degree of stiffness to the edge portion, a relatively small amount of a thermoplastic polymer resin is 

15 applied to the edge portion. In this and foregoing embodiments, the present invention is characterized in that 
the diaphragm and edge portions are integrally molded and the diaphragm portion is higher in stiffness than 
the edge portion. 

Thus, there may be provided an integrally molded diaphragnrvedge artide which overcomes the problems 
involved in the prior art and which is adapted for use in all types of dynamic speakers. 

20 There may also be provided an integrally molded diaphragm-edge article which satisfies requirements in 

physical characteristics for a diaphragm and an edge of speaker which are contrary to each other whereby the 
molded artide exhibits a higher frequency band and a higher sound quality than existing diaphragms each 
made of a single polymer resin film. 

According to another embodiment of the invention, there is also provided a method for fabricating a dia- 

25 phragm for speakers which comprises a self-supporting, shaped body induding a tightly woven synthetic poly- 
mer fiber cloth substrate which has, at least, a diaphragm portion and an edge portion shaped integrally with 
and extending from the diaphragm portion wherein the diaphragm portion of the doth substrate has a polymer 
resin at least partially impregnated therein in order to impart stiffness to the diaphragm portk>n and the edge 
portion has a flexible polymer material at least partially impregnated therein so that the edge portion is lower 

30 in stiffness than the diaphragm portion, the method comprising applying the polymer resin and the flexible poly- 
mer material in patterns, respectively, corresponding to the diaphragm portion and the edge portion on the 
cloth substrate and subjecting the thus applied substrate to thermoforming press or hot press in a mold capable 
of forming a diaphiagnrvedge integral molding. The applications of the respective polymers to the diaphragm 
portion and the edge portion may indude impregnation in or coating on or attachment of film to the substrate. 

35 For the irhpreg nation or coating, the respective resins are usually dissolved in solvents therefor at appropriate 
concentrations. 

Preferably, a plurality of the molding patterns are printed on the substrate by screen printing and hot press- 
ed to obtain a plurality of integral moldings at one time. The nrK>lding pattern or patterns of the respective poly- 
mers alone should preferably be melted during the course of the hot pressing, thereby permitting the melt to 
40 be impregnated at least partially in the cloth substrate. 

Thus, there may be provided a simple process for fabricating integrally molded diaphragm-edge articles. 

According to a further embodiment of the invention, there is provided an acoustic transducer which com- 
prises an acoustical drh^ing means and a diaphragm driven by the driving means, the diaphragm composed of 
the integral molding of the type set out hereinabove. Preferably, the acoustk: transducer comprises a closed 
45 type speaker having a moving coil as the driving means. 

The present invention will be more dearly understood from the following description, given by way of ex- 
ample only, with reference to the accompanying drawings in which: 

Fig. 1 is a schematic side view of a diaphragm-edge integral molding according to one embodiment of the 

invention; 

50 Fig. 2 is a schematic view illustrating a woven cloth substrate having a check pattern of thick fibers; 

Fig. 3 Is similar to Fig 1 and shows a diaphragnrvedge Integral molding according to another embodiment 

of the Invention; 

Fig. 4 is a schematic side view of a diaphragm-edge integral molding according to a further embodiment 
of the invention; 

55 Fig. 5 is a schematic sectional view illustrating a dosed type speaker system using a diaphragm-edge in- 

tegral molding according to the invention; 

Figs. 6 to 12 are, respectively, a graphical representation of the sound pressure level in relation to the va- 
riation in frequency for different characteristics of the diaphragms of examples of the invention and for com- 
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parison. 

Reference is now made to the accompanying drawings and particularly, to Figs. 1 to 4 showing embodi- 
ments of the invention, in which like reference numerals, respectively, indicate like parts or members. 

In Fig. 1 , there Is generally indk:ated as 1 0 a self-supporting integral molding of diaphragm-edge. The mold- 
ing 10 Includes a tightly woven, synthetic fiber cloth substrate 12. The substrate 12 has a diaphragm portion 
14 and an edge portion 16 as shown. The diaphragm portion 14 should be stiff in nature. For this purpose, 
the portion 14 is applied with a rigid polymer resin so that required acoustic and physical characteristics are 
imparted to the diaphragm portion 14. More particularly, the cloth substrate in the diaphragm portion 14 may 
be at least partially or fully impregnated with rigid polymer resins. The term "at least partially" used herein is 
intended to mean that the rigid resin is not only completely impregnated in the cloth substrate, but also partially 
impregnated in the substrate while leaving part of the resin as coated on the doth substrate. 

On the other hand, the edge portion 1 6 should be elastic or flexible at least relative to the diaphragm portion 
14 the to prevent undesirable distortions with the diaphragm portion 14. To this end, the substrate 12 in the 
edge portion 16 is applied with a flexible polymer or rubber material. More partlculariy, the edge portion 16 
may be at least partially impregnated with a flexible polymer or rubber material, like the diaphragm portion 16. 
The edge portion 16 has a peripheral edge 16a at which the integral portion is fixed. Accordingly, the peripheral 
portion 16a should be rigid and be applied with a rigid polymer resin in the same manner as with the diaphragm 
portion 14. 

The diaphragm-edge integral molding may have a desired form generally used for this purpose and may 
be in a dome or cone form. The molding is made of a tightly woven cloth substrate having a very dose weave. 
As set out hereinabove, the substrate is applied with different types of resins at intended portions thereof. The 
cloth substrate 12 in the diaphragm portion 14 and the edge portion is sealed with the respective resins or 
rubbers, so that the diaphragm portion is prevented from passage of air therethrough, thus contributing to a 
lower internal loss. 

The tightly woven doth substrate 12 is made of synthette resin fine fibers. Such a doth substrate is ef- 
fective in establishing high stiffness and exhibits a high internal loss owing to mutual friction of the fibers in 
the woven doth substrate and is light in weight because of the spaces among the fibers in the doth. Examples 
of the synthetic resin fibers indude those fibers of polyolef ins such as polyethylene, polypropylene and the 
like, polyesters such as polyethylene terephthalate. polyamide resins such as nylon 11. Of these, polyester 
are preferred. Preferably, the threads or fibers are uniaxially oriented by stretching under heating conditions 
by several tens % or over after spinning. 

The doth substrate may have various types of weaves which may comprise threads made of a single or 
multiple fiber. The cloth substrate may have a weave strudure induding a plain weave, a twill weave, a plain 
dutch weave, crimps or the like weave structures. Of these, a plain weave is preferred. The threads used for 
the doth substrate may be the same or different in size and may be of the same size and composition. In gen- 
eral, the threads have a denier ranging from 20 to 200. From the standpoint of the physical properties of a 
final integral molding, it is preferred that the doth substrate has a weave structure which is made of different 
sizes of threads. In the case, larger-size or thicker threads which are woven in at equal intervals of 3 to 10 mm 
in vertical and horizontal directions as shown in Fig. 2. By this, the resultant doth structure may have am ap- 
propriate degree of stiffness. In Fig. 2, a part of the woven doth substrate 12 is shown in which larger-size 
fibers or threads T alone are shown in a check pattern. The weave structure as shown In Fig. 2 is effective 
when using fine fibers having a denier of from 20 to 50. In the case, thk:ker fibers woven in the pattern should 
have a denier of 60 to 200. 

The doth substrate should preferat)ly have a thickness of from 30 to 200 pm. 

The diaphragm portion 14 is at least partially impregnated with a polymer resin. Examples of the polymer 
resin used to impart stiffness to the doth substrate include thermosetting resins such as epoxy resins, phenolic 
resins, urea resins, melamine-formaldehyde resins, unsaturated polyester resins and the like, and rigid ther- 
moplastic resins which are sufficient to impart stiffness to the doth substrate after cooling to ambient temper- 
atures. Examples of such thermoplastic resins include acrylic resins such as methyl acrylate resin, methyl me- 
thacrylate resin, ethyl acrylate resin, ethyl methacrylate resin, urethane resins, polyvinyl chloride, pofypropy- 
iene, ABS resins, polyimides, polycarbonates and the like. Of these, epoxy resins, acrylic resins and urethane 
resins are preferred. 

When the thermosetting resins are used, curing agents may be used in combination as is well known in 
the art. For instance, amines, polyamides and add anhydrides may be used when epoxy resins are used. 

The stiffness imparted to the doth substrate may be expressed, to some extent, in terms of high threshold 
frequency. In the practice of the invention, the high threshold frequency is preferably in the range of not lower 
than 20,000 Hz. 

The amount of the applied resin, whichever thermoplastic or thermosetting, is in the range of from 20 to 
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60 g/m2, preferably from 20 to 40 g/m^, within which a desired degree of stiff ness can be Imparted after molding 
through hot pressing. 

The edge portion 16 is also applied with flexible polymer or rubber materials to prevent undesirable dis- 
tortions of the diaphragm portion. To this end, the polymer or rubber materials are at least partially impregnated 

5 in the cloth substrate corresponding to the edge portion 16. Such materials include acrylic resins such as those 
indicated with regard to the diaphragm portion, urethane polymers, rubbers such as styrene-butadlene rubber 
(SBR), acrylonitrile-butadlene rubber (NBR), tsobutylene-isoprene rubber (IIR), ethylene-propylene rubber 
(EPM), acrylic rubber, polyester-modified urethane rubber, silicone rubbers and the like. When acrylic resin 
and urethane polymers are used in the edge portion, thermosetting resins are preferably used In the diaphragm 

10 portion. The amount of the resin or rubber in the edge portion is preferably in the range of from 5 to 50 g/m^. 

The peripheral edge 16a should be rigid and may be treated substantially in the same manner as with the 
diaphragm portion 14. 

In the above embodiment, the diaphragm portion and the edge portion are impregnated with different types 
of resin materials. In order that different levels of stiffness are imparted to the respective portions, the portions 

IS may be applied with one thermoplastic polymer resin in different amounts. More particularly, when a thermo- 
plastic polymer resin is applied to the edge portion in amounts which are smaller than to the diaphragm portion 
but do not impede flexibility so as to prevent undesirable distortions from occurring. The thermoplastic polymer 
resins may be those set out hereinbefore. The amount of the resin is generally in the range of 15 to 50 g/m^ 
in the<jiaphragm portion and in the range of from 5 to 20 g/m^ in the edge portion. Within these ranges, different 

20 amounts of the resin are, respecth/ely, applied to the diaphragm and edge portions so that the diaphragm por- 
tion has stiffness higher than the edge portion. 

Fabrication of the Integral moldings according to the embodiments of Fig. 1 is then described. 
The doth substrate 12 is first provided, on which different types of polymer or rubber materials are applied 
to the cloth substrate 12 in a pattern including a diaphragm portion and an edge portion. A relatively rigid poly- 

25 mer resin is usually applied to the diaphragm portion and a relatively flexible rubt>er or polymer material is ap- 
plied to the edge portion. Subsequently, the thus applied substrate 12 is subjected to hot press or thermo- 
forming press in a mold to obtain a diaphragnn-edge Integral molding. 

The different types of polymer or rubber materials lor the diaphragm and edge portions may be dissolved 
In solvents therefor and printed in a pattern such as by screen printing. For this purpose, the concentrations 

30 of the respective solutions vary depending on the amounts of the respective polymer or rubber materials ap- 
plied to the cloth substrate and are usually in the range of several to several tens wt%, respectively. After com- 
pletion of the printing of the respecth^e solutions, the solvent is evaporated or allowed to evaporate. Soh^ents 
used to make the solution are not critical in kind provkJed that the polymer or rubber materials are soluble there- 
in. 

35 Alternatively, films of the polymer or rubber materials, respectively, used for application to both portions 

may be attached to the doth substrate to form a desired pattern. 

After the formation of the diaphragnrv^dge pattern on the cloth substrate, the substrate is subjected to 
thermoforming press or hot press in a mold capable of forming a diaphragm-edge integral molding at a tem- 
perature of from 180 to 200^C under a compression pressure of from 20 to 60 kg/cm^. By this, the printed or 
40 coated pattern or film pattern is melted and impregnated in the cloth substrate. The degree of the impregnation 
may vary depending on the temperature, pressure and time condittons. If it is desirable to impregnate the resin 
pattern completely, higher temperature and higher pressure within the above ranges and a longer time are 
used. Additionally, the gap between male and female molds may be so determined as to be substantially equal 
to or slightly smaller than the thickness of the doth substrate, ensuring complete impregnation. If partial im- 
45 pregnation is desired, the gap is determined as to be slightly greater than the doth thickness. 

The upper temperature limit is determined so that the doth substrate made of the afbre-def ined materials 
Is not melted down along with the resin pattern. The lower limit of the temperature is determined such that the 
rubber or polymer materials can be melted within a relatively short time. If thermosetting resins are used in 
the diaphragm portion, they can be cured under such conditions asset out above. The pressing time Is usually 
50 In the range of from 5 to 60 seconds. 

The resultant integral molding exhibits good acoustic characteristics required for all types of dynamic 
speakers, induding a minimum resonance frequency of not higher than 400 Hz, a high threshold frequency 
not lower than 20.000 Hz, a sonic velocity of from 150 to 300 m^/second and an internal loss of 0.05 to 0.1 
although they may vary depending on the types and amounts of polymer and/or rubber materials used for the 
55 diaphragm and edge portions, respectively. The integral molding usually has a dome or cone form and may 
be shaped in any desired form. 

Especially, when the diaphragnvedge pattern is formed on the doth substrate by printing, it is preferred 
to print a plurality of the patterns on a large-size doth substrate at one time, followed by hot pressing in a plur- 
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ality of molds to obtain a plurality of the integral moldings. Thus, the integral moldings can be mass produced. 

In order to further improve acoustic characteristics, particularly, distortion rates and undesirable reso- 
nance, damping agents may be applied to the diaphragm and/or edge portion. For instance, when a damping 
agent is applied to the diaphragm portion 14 or the edge portion 16, unnecessary resonance can be effectively 
eliminated. Examples of the damping agent include those rubbers set out hereinbefore with respect to Fig. 1 . 
For instance, a solution of a rubber material is dissolved in a solvent therefor and applied to portions of the 
integral molding which are determined by measurement of the resonance frequencies. The portions to be ap- 
plied depend on the shape of the molding and the type of material used for the molding. Of course, a rubber 
film may be applied instead of the rubber solution. 

Reference is now made of Fig. 3 which shows the integral molding 10 of Fig. 1 on which a reinforcing mem- 
ber or layer 14' is bonded on one side of the molding 10 through a thermoplastic resin impregnated in the mold- 
ing 1 0 and the layer 14' although the substrate 14' is depicted as not yet bonded. Examples of the thermoplastic 
resins include acrylic resins, urethane resins, polyesters, and the like as used in the embodiment of Fig. 1 . To 
fabricate such a composite diaphragm portion, for example, two woven doth pieces are provided and applied 
with a thermoplastic polymer resin in different amounts. The cloth pieces with a higher resin content is punched 
or cut in the fonn of a diaphragm and superposed on the other doth piece with a lower resin content, followed 
by hot pressing to bond the two pieces through the melt of the thermoplastic resin and solidification of the 
applied resin. In the case, the edge portion is impregnated with a lower content of the resin alone, thus ensuring 
flexibility. Although different types of resins may be applied to the two doth pieces, it is prefeaed that the same 
resin is used because of the good adhesion between the two doth pieces. When hot pressed, the diaphragm 
portion-14 is reinforced with the impregnated diaphragm member 14' having a higher content of the resin, re- 
sulting in an integral molding having higher stiffness. This leads to an improvement of acoustic characteristics. 

If the above procedure is repeated, a plurality of the Impregnated woven doth pieces can be formed on 
the diaphragm portion, enabling one to obtain an integral molding having desired high stiffness. 

The resin is used in an anriount of 5 to 40 g/m2 after drying in the lower content doth. Only the diaphragm 
portion 14 of the lower content cloth may be further applied with the resin up to 40 g/m2 in total. For the piece 
14', the resin content should be higher than in the diaphragm portion 14 and is generally in the range of 20 to 
60 g/rn2, within which the resin content in the piece 14' is made higher than In the diaphragm portion 14. 

In this embodiment, a thermoplastic resin such as an acrylic resin, a polyurethane or the like may be used 
for the at least partial impregnation throughout the doth substrate induding the diaphragm and edge portions. 
The diaphragm portion is reinforced by superposition with at least one diaphragm pattern piece made of an 
impregnated doth piece of the same type as the doth substrate, thereby Imparting a desired stiffness to the 
diaphragm portion. Accordingly, it is not necessarilyrequired to use different types of resins for the diaphragm 
and edge portions, respectively. 

Fig. 4 shows an Integral molding as shown in Fig. 1 , which has a film 1 8 of a metal or alloy or diamond by 
vacuum deposition, sputtering or the like technique. In Fig. 4, the film 18 is depicted as being separate from 
the diaphragm portion 14 only for illustration and. In fact, is fbcedly deposited on the portion 14. 

The deposition of a metal or artificial diamond film contributes to reinforcement of the diaphragm portion 
1 4 to impart a desired degree of stiffness thereto. Espedally, partial resonance can be effectively suppressed 
by the fonmation of the film. 

This type of composite diaphragm portion using a metal or alloy film can be made by subjecting an inte- 
grally shaped diaphragm-edge article to vacuum deposition using a metal Or alloy target under conditions of 
a reduced pressure of from 10-^ to 1 0-8 Tonr.. and a temperature of from 40 to 150X. The film thickness may 
vary depending on the properties required and is generally in the range of from 1 to 300 nm. Examples of the 
metal or alloy useful in the present invention indude Cu. Fe, Ni, Zn, Mg alloys and the like, of which Ni is pre- 
ferred. 

With the diamond film, the Integrally shaped diaphragm artide is subjected, for example, to sputtering us- 
ing a carbon target at a reduced pressure of 5 x 10-5 to 2 x io-» xorr., under conditions of 500 to 1000 eV. The 
diamond film is deposited to a thickness of 1 to 100 ^m. 

The diaphragm-edge integral molding of the invention may be used In varbus types of dynamic speakers 
including closed-type and open-type speaker systems. For instance, the Integral molding of the invention may 
be applied, for example, to a dosed-type dynamic headphone or receiver unit of a telephone set as shown in 
Fig. 5. In the figure, a receiver unit 20 includes a diaphragm-edge integral molding 22 and a voice coil 24 as- 
sociated with the molding 22 and mounted on a magnet 26 to provide a speaker unit U. The unit U Is encased 
in a casing 28 dosed with a protective member 30. With a receiver, since a digital sampling frequency is 8 
kHz, the high-cut frequency is Ideally set at 4 kHz. To realize such a high-cut frequency level, the diaphragm 
portion 14 in the integral molding of the invention can be imparted with an intended level of stiffness. For in- 
stance, in the embodiment of Fig. 1, the stiffness can be controlled by properly controlling the amount of the 
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at least partially impregnated polymer resin. Where the high-cut frequency is set at 4 kHz, it is sufficient to 
impregnate polyethylene terephthalate In an amount, for example, of about 18 g/m^ although the amount may, 
more or less, vary depending on the type of resin used. If it is desired to shift the frequency to be set at a 
higher level, larger amounts of the resin are used. On the contrary, a lower level high-cut frequency can be 
5 realized by using smaller amounts of the resin. 

By proper control in amount of a thermoplastic resin or a combination of different types of resins or rubbers 
in the diaphragm and edge portions of the integral moldings according to the foregoing embodiments of the 
invention, a diaphragm-edge integral molding can be applied to the closed-type speaker system which requires 
a high-cut frequency at a desired level. 
10 Nevertheless, in a specific embodiment of the invention which is directed only to a closed-type speaker, 

an integral molding of the invention comprises such an arrangement as set out hereinbefore except that a ther- 
moplastic polymer resin is at least partially impregnated in both a diaphragm portion and an edge portion uni- 
formly thn3ughout the diaphragm and edge portions provided that the flexibility of the edge portion is not im- 
peded. To this end, the resin is impregnated in an amount as small as 10 to 20 g/m2. For the impregnation, the 
15 threads for the woven cloth may be coated with a thermoplastic resin, or a thermoplastic resin may be applied 
to the cloth within the above defined range of amount 

As will be seen from the above, this embodiment differs from the foregoing embodiments in that the edge 
and diaphragm portions are at the same level of stiffness, but both portions are integrally molded making use 
of a woven cloth substrate and a thermoplastic resin at least impregnated therein in the diaphragnrvedge form. 
20 Thus, the use of the diaphragnrvedge integral molding according to this embodiment which can be arbitrarily 
controlled in the high-cut frequency ensures high frequency noises to be cut in transmission systems and ck- 
cuits. unlike known cutting procedures using electric circuits. This eventually provides clearer sound. 

The present invention is more particular described by way of examples which should not be construed as 
limiting the invention thereto. 

25 

Example 1 

A woven doth composed of high strength polyethylene threads having a denier of 30 were applied, by 
screen printing, with 30 g/ni^ of a polyurethane resin in a pattern corresponding to a diaphragm portion after 
30 molding and also with a 10 g/m^ of an SBR rubt)er resin in a pattern corresponding to an edge portion after 
molding, followed by formation of prepreg cloth under conditions of a temperature of 1 00^*0 and then thermo- 
forming press in a mokl with a gap being substantially the same as the thickness of the doth at a temperature 
of ISO'^C under compression pressure conditions of 30 kg/cm^ for 60 seconds to obtain a diaphragm-edge in- 
tegral molding. 

35 

Comparath^e Example 1 

A 50 ^im thick polyethylene terephthalate film was subjected to diaphragm-edge IntegraLmolding under 
conditions of 1 SO^'C at a compression pressure of 30 kg/cm^ for 60 seconds to obtain an integral molding article. 

40 

Example 2 

A woven doth making use of polyester threads having a denier of 30 was uniformly applied and impreg- 
nated with 5 g/m2 of polymethyl methacrylate so that air passage through the impregnated doth was prevented, 

45 and dried. 30 g/m^ of polymethyl methacrylate was further applied, by screen printing. In a pattern correspond- 
ing to the diaphragm portion after molding. A separate woven cloth was also applied with 40 g/rh^ of polymethyl 
methacrylate resin by screen printing, followed by punching into the same shape as the pattern. This punched 
pattern was superposed on the pattern of the first-mentioned woven doth, followed by drying and setting In 
a mold having a gap substantially equal to the thickness of the superposed portions. The thus set woven doth 

so was subjected to thermoforming press at a mold temperature of 180**C under a compression pressure of 30 
kg/cm^ for 60 seconds to obtain a diaphragm-edge integral molding for speaker. 

Example 3 

55 A woven doth composed of polyester threads having a denier of 30 was applied, by screen printing, with 

30 g/m2 of polymethyl methacrylate in a pattern corresponding to a diaphragm portion after molding and with 
1 0 g/m^ of a urethane resin in a pattern corresponding to an edge portion after molding, followed by formation 
of prepreg doth at a temperature of 100**C and thermoforming press at a mold temperature of 180°C under a 
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compression pressure of 30 kg/cm^ for 60 seconds, thereby obtaining a diaphragm-edge integral molding for 
speaker. . 

Example 4 

A woven cloth composed of polyester threads, which had been individually applied with 10 g/m^ of poly- 
methyl methacrylate resin during the course of spinning as having an outer layer of the resin, was provided. 
The cloth was applied with an epoxy resin by screen printing in a pattern corresponding to a diaphragm portion 
after molding. The thus applied cloth was subjected to thermoforming press with a mold gap corresponding to 
the thickness of the doth at a mold temperature of 180''C under a compression pressure of 30 kg/cm^ for 60 
seconds, thereby obtaining a diaphragm-edge integral molding. 

Example 5 

A woven doth composed of polyester threads was impregnated with 20 g/m^ of an acrylic resin and dried. 
The dried cloth was subjected to thermoforming press in a moid having a molding space determined to take 
the thickness of the impregnated doth into consideration, under conditions of a temperature of IBO'^C and a 
compression pressure of 60 kg/cm^ for 30 seconds, thereby obtaining a diaphragm-edge integral molding for 
closed-type speaker. 

Comparative Example 2 

A 50 ^m thick polycarbonate film was subjected to thermoforming press in a diaphragm-edge pattern under 
conditions of ISO^'C and 30 kg/cm^ for 80 seconds, thereby obtaining an integrally molded film for closed-type 
speaker. 

The diaphragm-edge moldings obtained in Examples 1 to 4 and Comparative Example 1 were each sub- 
jected to measurement of sound pressure-frequency characteristic as an open-type speaker unit according to 
the method described in J1S-C5531 to determine frequency, impedance, secondary distortion and tertiary dis- 
tortion characteristics. The diaphragm-edge moldings of Example 5 and Comparative Example 2 were also sut>- 
jected to measurement of sound pressure-frequency characteristic as a dosed-type speaker unit according 
to the method described in JIS-C5531 and using an IEC-318 coupler (artificial ear) of B & K Co., Ltd. to de- 
termine frequency, impedance, secondary distortion and tertiary distortion characteristics. 

The results of the measurements are shown in Figs. 6 to 12, in which curves (5), (6), (7) and (8), respec- 
tively, indicate frequency characteristic, Impedance characteristic, secondary distortion characteristic and ter- 
tiary distortion characteristic. 

As will be apparent from the comparison between the results shown in Figs. 7 and 8 which, respectively, 
deal with the integral molding of Example 1 and Comparative Example 1, the minimum resonance frequency, 
fo, of Comparative Example 1 is 800 Hz, whereas with Example 1, the minimum resonance frequency is as 
low as 500 Hz. The high-band threshold frequency, fh, is about 4.5 kHz for Comparative Example 1 and is about 
5.5 kHz for Example 1. Thus, the integral molding of Example 1 can realize a wider frequency band owing to 
the lowering in stiffness of the edge portion and the increase in stiffness of the diaphragm portion. Moreover, 
the distortions in the vidnity of fo is lower than in the comparative example although the value of f^ lowers, 
resulting in lowerings of the distortions. This is considered to result not only from the lowering in stiffness of 
the edge portion, but also from the high internal loss of the doth substrate. 

The minimum resonance frequency, high-band threshold frequency and distortion at fo of the moldings of 
Examples 1 to 4 and Comparath^e Example 1 are shown below. 
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minimum resonance fre- 
quency 


high'band threshold f requen- 
cy 


distortion at fo 


Example 1 (Fig. 6) 


500 Hz 


6.0 kHz 


-22 dB 


Example 2 (Fig. 8) 


400 Hz 


5.5 kHz 


-18 dB 


Example 3 (Fig. 9) 


400 Hz 


5.5 kHz 


-20 dB 


Example 4 (Fig. 10) 


400 Hz 


5.5 kHz 


-15 dB 


Comp. Ex. 1 (Fig. 7) 


800 Hz 


4.5 kHz 


-14 dB 



The results of the measurement for the closed-type speaker units using the moldings of Comparative Ex- 
ample 2 and Example 6 are shown in Figs. 11 and 12, respectively. With the molding of Comparative Example 
iS 2, reproduction is possible to a level of 10 kHz and high frequency noises are generated as shown. For the 
closed type speaker, the transmission band is up to 3.4 kHz, so that the molding of the example is controlled 
to lower in the frequency range of 3 to 4 kHz. 

Example 6 

20 

The general procedure of Example 1 was repeated thereby obtaining a diaphragm-edge integral molding. 
Thereafter, the molding was subjected to vacuum deposition using Ni in an atmosphere of Ar at a reduced pres- 
sure of 10^ Torr., to form a vacuum deposition film on one side of the molding in a thickness of 10 nm. 

25 Example 7 

The general procedure of Example 1 was repeated thereby obtaining a diaphragm-edge integral molding. 
Thereafter, the molding was subjected to sputtering of diamond In an atmosphere of Ar at a reduced pressure 
of 10-s Torr., to form a diamond film on one side of the molding in a thickness of 10 pm. 

30 

Claims 

1 . A diaphragm for speakers which comprises a self-supporting, shaped body including a tightly woven syn- 
thetic polymer fiber doth substrate which has, at least, a diaphragm portion and an edge portion shaped 
integrally with and extending from said diaphragm portion wherein said diaphragm portion of said doth 
substrate has a polymer material at least partially impregnated thereto in order to impart stiffness to said 
diaphragm portion and said edge portton has a potyhier material at least partially impregnated therein such 
that said edge portbn is lower in stiffness than said diaphragm portion. 

2. A diaphragm according to claim 1 wherein said diaphragm portbn of said doth substrate has a polymer 
resin at least partially impregnated thereto in order to impart stiffness to said diaphragm portk>n and said 
edge portion has a flexible polymer material at least partially impregnated therein so that said edge portion 
IS lower in stiffness than said diaphragm portion, or wherein said diaphragm portion and said edge portion 
have a thermoplastic polymer resin at least partially impregnated thereto in different amounts, respec- 
tively, so that said edge portbn is lower In stiffness than said diaphragm portion. 

3. A diaphragm according to Claim 2, wherein said doth substrate has a weave structure which consists of 
fine fibers and thick fibers, said thick fibers being woven in said doth substrate at intervals In vertical 
and horizontal directions to impart appropriate stiffness to said doth substrate. 

4. A diaphragm according to Claim 3, wherein said thick fibers are woven at equal intervals to make check 
patterns of said thick fibers in said doth substrate. 

5. A diaphragm according to claim 3 or 4, wherein said fine fibers have a denier of from 20 to 200. 

55 

6. Adiaphragm acconjing to any one of daims 2 to 5, wherein said cloth substrate consists of polyester fibers 
and/or polyamlde fibers. 

9 
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7- A diaphragm according to any one of daims 2 to 6, wherein said polymer resin is at least partially impreg- 
nated in said doth substrate and consists of a thermosetting resin. 

8. Adiaphragm according to any one of daims 2 to 7» wherein said polymer resin is at least partially impreg- 
nated In said doth substrate and consists of a thermoplastic resin. 

9. Adiaphragm according to claim 8, wherein said thermoplastic resin is an acrylic resin or a urethane resin. 

1 0- A diaphragm according to any one of daims 2 to 9. wherein said flexible polymer material Is at least par- 
tially impregnated in said doth substrate and consists of a rubber material. 

11. Adiaphragm according to any preceding daim, wherein said diaphragm portion has a high-band threshold 
frequency not less than 20,000 Hz. 

1 2. A diaphragm according to any preceding claim, further comprising a reinforcing layer formed on said dia- 
phragm portion in a pattern corresponding to said diaphragm portion. 

13. A diaphragm according to Claim 12, wherein said reinforcing layer is made of a tightly woven synthetic 
polymer fiber doth impregnated with a thermoplastic resin. 

1 4. Adiaphragm according to Claim 1 3, wherein said reinfordng layer is made of a plurality of the impregnated 
polymer fiber doth pieces. 

15. A diaphragm according to Claim 12, wherein said reinforcing layer consists of a film of a metal or alloy 
vacuum deposited on said diaphragm portion. 

16. Adiaphragm according to Claim 12, wherein said reinforcing layer consists of artificial diamond. 

1 7. A diaphragm according to any preceding daim, wherein said doth substrate is made of fibers individually 
coated with a thermoplastic polymer when spun. 

18. Adiaphragm according to any preceding claim, wherein a damping agent is applied to said shaped body 
whereby unnecessary resonance is eliminated. 

19. Adiaphragm according to any preceding daim. wherein said pofymerresin is present in said edge portion 
in an amount of 5 to 20 g/m^ and in said diaphragm portion in an amount of 15 to 50 g/nri^ provided that 
said edge portion has a resin content less than said diaphragm portion. 

20. An acoustic transducer which comprises an acoustical driving means and a diaphragm to be drh^en by 
the driving means, said diaphragm comprising a diaphragm according to any preceding daim. 

21. An acoustic transducer according to Claim 20, wherein said driving means is a moving coil. 

22. A method for fabricating a diaphragm for speakers which comprises a self-supporting, shaped body in- 
duding a tightly woven synthetic polymer fiber cloth substrate which has, at least a diaphragm portion 
and an edge portion shaped integrally with and extending from said diaphragm portion wherein said dia- 
phragm portion of said doth substrate has a polymer material atleast partially impregnated therein In order 
to impart stiffness to the diaphragm portion and the edge portion has a polymer material at least partially 
impregnated therein so that the edge portion Is lower in stiffness than the diaphragm portion, the method 
comprising applying the polymer resin and the flexible polymer material in patterns, respectively, corre- 
sponding to the diaphragm portion and the edge portion on the doth substrate and subjecting the thus 
applied substrate to thermoforming press in a mold capable of forming a diaphragm-edge integral molding. 

23. A method according to daim 22 wherein said diaphragm portion of said doth substrate has a polymer 
resin at least partially Impregnated thereto In order to impart stiffness to said diaphragm portion and said 
edge portion has a flexible polymer material at least partially impregnated therein so that said edge portion 
is lower in stiffness than said diaphragm portion, or wherein said diaphragm portion and said edge portton 
have a thermoplastic polymer resin at least partially Impregnated thereto in different amounts, respec- 
tively, so that said edge portion is lower In stiffness than said diaphragm portion. 

24. A method according to claim 23, wherein a plurality of molding patterns are screen printed on the substrate 
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and thermoforming pressed to obtain a plurality of diaphragm-edge integral moldings at one time. 

25. A method according to Claim 23 or 24, wherein said polymer resin and said flexible polymer or rubber 
material in the form of the patterns are melted during the course of the pressing whereby the resultant 
melt is impregnated at least partially in said doth substrate. 

26. A method according to Claim 23, wherein said polymer resin and said flexible polymer material are, re- 
spectively, applied in the form of films. 

27. A method according to any one of claims 21 to 26, wherein a reinforcing layer applied with said polymer 
resin and having a pattern corresponding to the diaphragm portion is superposed on said diaphragm por- 
tion of said doth substrate and subjected to the thermoforming press to bond said reinforcing layer and 
said cloth substrate together to improve stiffness of the diaphragm portion. 

28. A method according to Claim 27» wherein said reinforcing layer consists of a tightly woven polymer resin 
fiber doth applied with said polymer resin. 

29. A method according to Claim 28, wherein said reinforcing layer consists of a plurality of the patterns of 
the applied woven polymer resin fiber cloth. 

30. A method for fabricating a diaphragm for speakers which comprises a self-supporting, shaped body in- 
duding a tightly woven synthetic polymer fiber cloth substrate which has. at least, a diaphragm portion 
and an edge portion shaped Integrally with and extending from said diaphragm portion, the method com- 
prising providing two doth pieces, applying a thermoplastic polymer resin to the two doth pieces in dif- 
ferent amounts, respectively, punching the cloth piece having a higher resin content In a pattern corre- 
sponding to the diaphragm portion, superposing the punched piece on the other piece, and subjecting 
the superposed pieces to thermoforming press in a nrKDid capable of forming a diaphragm-edge Integral 
molding whereby the superposed pieces are bonded together through melting of the thermoplastic poly- 
mer resin. 

31. A method for fabricating a diaphragm for speakers whtoh comprises a self-supporting, shaped body in- 
duding a tightly woven synthetic polymer fiber cloth substrate which has, at least, a diaphragm portion 
and an edge portk>n shaped integrally with and extending from said diaphragm portion, the method com- 
prising providing a tightly woven synthetic polymerf Iber doth substrate which is made of fibers individually 
coated with a thermoplastic polymer resin, applying a rigid polymer resin to the diaphragm portion and a 
flexible polymer material to the edge portion, subjecting the thus applied substrate to thermoforming press 
in a mold capable of forming a diaphragm-edge integral molding in such a way that the thermoplastic poly- 
mer resin on the Individual fibers is melted, and cooling the melted thermoplastic polymer resin whereby 
the diaphragm portion is improved in stiffness. 

32. Adiaphragm for dosed type speakers whtoh comprises a self-supporting, shaped body Induding a tightly 
woven synthetic polymer fiber doth substrate which has, at least, a diaphragm portion and an edge portk^n 
shaped integrally with and extending from said diaphragm portion wherein said diaphragm and edge por- 
tion of said doth substrate have, respectively, a thermoplastic polymer resin at least partially, uniformly 
impregnated therein in an amount suffksientto control a high-cut frequency at a predetermined level. 

33. Adiaphragm according to Claim 32, wherein said amount is in the range of from 10 to 20 g/mz which cor- 
responds to a high-cut frequency range of from 3.0 to 4.0 Hz. 
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